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Visco-Elastic Foam 
Physical Teat Results 



Non-Reticulated 

Reticulated 

Density 

3.39 

3.43 

25% CFD, psi 

0.17 

0.17 

Ball Rebound 

10% 

11% 

Tensile Strength, psi 

7.8 

8.5 

Elongation 

170% 

220% 

Tear Strength, psi 

0.7 

0.8 

Air Flow, dm 

0.96 
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All test completed according to ASTM D 3574-91 
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